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water, and pulverized slaked lime is added to this solution,
with agitation, until the solution becomes dark in color.
The mixture now contains hydrated peroxide of manganese
and calcium sulphate. It is obvious that if an excess of
lime is present the fatty acids in the linseed-oil with which
|                       it is used will be saturated. By the use of this siccative,
I                       after it is dried and powdered, linseed-oil is cleared and its
|                       fatty acids are neutralized (by the formation of lime-soap).
|                      It produces a clear drying-oil, which with hard resins makes
\\                       durable,  lustrous,  and  elastic  varnishes.   Siccative   ex-
f                      tract (fluid siccative) is a solution of resinate or linoleate of
J                      manganese in spirit of turpentine, or red lead and lead ace-
I                      tate cooked in linseed-oil, etc.   For example, a liquid
:i                      drier may be made by melting 10 parts of manganese resi-
nate in an enamelled kettle, then add 12 parts spirit of tur-
}                      pentine and cool; 3 per dent of this drier will dry linseed-
I                      oil quite hard in twenty-four hours.   A liquid drier which
(                      can be used with cold linseed-oil is made by heating 5 parts
-!                      of resinate of manganese with 10 parts of linseed-oil until
I                      they unite, then thin with 7 parts spirit of turpentine.   A
|                      lead drier may be made by boiling 2 parts sugar of lead
j                       and 2 parts red lead with 7 parts linseed-oil; when sufficient-
ly cooked thin with spirit of turpentine.
|                          Zinc compounds, as the oxide, sulphate, or resinate, are
used as driers. Zinc oxide is especially used in combinar
tion with manganese borate, and zinc sulphate tidth litharge,
with good results. Resinate of zinc is best in the precipi-
tated condition; it dissolves quite easily in spirit of tur-
pentine or linseed-oil. It is chiefly used mixed with other
driers. Its effect as a drier is not inconsiderable. It
influences the color of oil but very little.
The drying effect of linoieate of manganese is consider-